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AB - J04089841 The film is made of a compsn. comprising a water-soluble 
polysaccharide, a polyol and water. It contains less than 25 wt.% 
water and has a wt. ratio of polyol to water-soluble polysaccharide of 
0.2:1. 

- It is prepd. as follows: a soln. of a water-soluble polysaccharide in 
a water medium contg. 0.2-20 wt.% of a polyol is formed to give a 
tubular material; the tubular material is dried to give a water 
content of less than 25 wt.% and a wt. ratio of polyol to 
water-soluble polysaccharide of 0.2:1 and coagulated to give an 
insoluble tubular polysaccharide film; or at least one side of the 
tubular material is contacted with a coagulating liq. and coagulated 
to give the insoluble tubular polysaccharide film. 

- The polysaccharide is e.g. alginic acid or kappa-carrageenan. The 
polyol is e.g. glycerine or sorbitol. The coagulating liquid is e.g. 
KCI water soln. 

- USE/ADVANTAGE - The tubular polysaccharide film is used as a food 
packaging film. It is edible casing material. 

- In an example, a soln. comprising 7 pts.wt. of kappa-carrageenan, 3 
pts.wt. of glycerine, 2 pts.wt. of sorbitol and 100 pts.wt. of water 
was extruded through a tube nozzle to give a tubular material. Both 
sides of the tubular material were contacted with KCI water soln. for 
5 sees, and dried to give a tubular carrageenan film with a water 
content of 20 wt.% and a tensile strength of 4.0 kg/mm2. (0/0) 

- (Dwg.0/0 0 g. o) 

IW - TUBE POLYSACCHARIDE FILM EDIBLE FOOD PACKAGE COMPOSE WATER SOL 
POLYSACCHARIDE ALGINIC ACID KAPPA CARRAGEENAN POLY OL GLYCEROL 
SORBITOL WATER 

IKW - TUBE POLYSACCHARIDE FILM EDIBLE FOOD PACKAGE COMPOSE WATER SOL 
POLYSACCHARIDE ALGINIC ACID KAPPA CARRAGEENAN POLY OL GLYCEROL 
SORBITOL WATER 
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PAW - (MITR ) MITSUBISHI RAYON CO LTD 

Tl - Tubular polysaccharide film for edible food packaging - composed of 
water-sol. polysaccharide e.g. alginic acid or kappa-carrageenan, 
poly:ol e.g. glycerine or sorbitol and water 



